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PQLYURETHANE BASED INKS FOR WRITING INSTRUMENTS 

FIELD OF INVENTION 
The present invention relates to ink compositions for writing instruments, 
methods of making such ink compositions and writing instruments making use of the ink 
composition. The non-erasable ink compositions comprise an isocyanate free thermoplastic 
polyurethane resin, organic solvent(s), and colorant(s). Inks in accordance with the present 
invention are useful in pens for handwriting. 

BACKGROUND OF INVENTION 
Many attempts have been made to improve the performance of writing inks 
(reduce seepage, reduce skipping, modify viscosity for better flow and smoothness of 
writing) by incorporating additives, resins, solvents, waxes, etc. into the ink formulations. 
To our knowledge, no solvent-based non-erasable writing inks exist in the patent literature 
which use an isocyanate free thermoplastic polyurethane resin. 

U.S. Patent No. 5,942,027 to Ikai discloses a solvent based writing ink which 
contains a sub-micron, dispersion of silica to achieve non-seepage. Ikai does not disclose 
the use of an isocyanate free thermoplastic polyurethane resin to achieve a well functioning 
writing ink. U.S. Patent No. 5,868,511 to Osada discloses a solvent based ink with good 
writing characteristics and long cap off time which contains a resin dissolved in solvent 
with a colorant. However, Osada's patent does not disclose the use of an isocyanate free 
thermoplastic polyurethane resin to achieve a functional writing ink. U.S. Patent No. 
4,525,216 to Nakanishi discloses a non-aqueous erasable ink which contains organic 
solvent, colorant, resin, an alkylamide, and a sorbitan fatty acid. Nakanishi does not 
disclose the use of an isocyanate free polyurethane resin to achieve good writing 
characteristics. 

Solvent based writing ink formulations which contain dissolved resins and 
dissolved or dispersed colorants are known in the art. U. S. Patent No. 5,980,624 to 
Ichikawa discloses a writing ink which contains a resin dissolved in a solvent with a 
colorant but does not disclose the use of an isocyanate free polyurethane resin. U. S. Patent 
No. 6,048,914 to Goto discloses a writing ink which contains a resin dissolved in a solvent 
with a colorant but does not disclose the use of an isocyanate free polyurethane resin. U. S. 
Patent No. 6,160,035 to Idogawa discloses a writing ink which contains a resin dissolved in 
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a solvent with a colorant but does not disclose the use of an isocyanate free polyurethane 
resin. 

Inks comprising reactive polyurethanes are known in the printing ink art. 
U.S. Patent No. 5,248,752 to Argyropoulos et al. discloses the use of polyurethane 
meth(acrylate) polymers which react either thermally or by actinic radiation for use in inks. 
U.S. Patent No. 4,003,751 to Carder discloses an ink composition comprising at least 
cofunctional acrylate-urethane which will react either thermally or by actinic radiation. 
U.S. Patent No. 3,728,298 to Hartmann discloses the use of a printing ink based upon a 
polyurethane resin which is applied in a relatively uncured state, and is permitted to cure in 
room temperature under the action of curing agents. U.S. Patent No. 3,728,298 further 
discloses a pot life of approximately forty hours. None of these references disclose the use 
of an isocyanate free thermoplastic polyurethane resin in writing inks. 

U.S. Patent No. 4,812,492 to Eckes discloses the use of aqueous pigment 
dispersions containing a finely divided inorganic and/or organic pigment, an aqueous 
polyurethane dispersion, water and optionally organic solvent. U.S. Patent No. 4,812,492 
does not disclose solvent soluble colorants or the non-aqueous thermoplastic polyurethane 
resin of the present invention. 

U. S. Patent No. 4,389,499 to Riesgraf discloses an erasable writing ink 
which contains a resin dissolved in a solvent with a colorant. U. S. Patent No. 4,390,646 to 
Ferguson discloses an erasable writing ink which contains a thermoplastic block copolymer 
resin dissolved in a solvent with a colorant. U. S. Patent No. 4,391,927 to Farmer 
discloses an erasable writing ink which contains a thermoplastic block copolymer resin 
dissolved in a solvent with a colorant. These references do not disclose the non-erasable 
ink compositions of the present invention. 

U.S. Patent No. 5,852,072 to Banning et al. discloses an erasable ink 
composition containing a water-insoluble polymeric dye obtained from the polymerization 
of at least two coreactive polyfiinctional monomers with at least one of the monomers 
possessing a dye moiety covalently bonded thereto. The ink is intended for marking 
instrument, particularly ballpoint pens. U.S. Patent No. 5,852,072 does not disclose the 
isocyanate free polyurethane resin or the non-erasable ink compositions of the present 
invention. 

Like U.S. Patent No. 5,852,072, U.S. Patent Nos. 5,756,561 to Wang, 
5,900,445 to Chandler and 5,852,073 to Villiger discloses inks for ballpoint pens using 
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polyurethanes. These references do not disclose the isocyanate free polyurethane resin or 
the non-erasable ink compositions of the present invention. 

U.S. Patent No. 6,040,356 to Kanki discloses a gravure ink made using 
solvent, pigment and polyurethane resin. U.S. Patent No. 6,040,356 does not disclose the 
solvent soluble colorants of the present invention nor is the present invention designed to be 
a printing ink. 

This invention satisfies the need for a well performing writing ink for writing 
instruments which does not seep or leak from the delivery end of the pen. 

ST TMMARY OF INVENTION 
The present invention discloses an ink for a writing instrument, wherein the 
ink exhibits better overall performance when compared in the same writing instruments to 
inks which do not contain the isocyanate free thermoplastic polyurethane resin. Preferably, 
the writing instrument is usable on ink-absorbing surfaces. Preferably, the writing 
instrument is a ballpoint pen. 

In one embodiment of the invention, a non-erasable ink composition for a 
writing instrument comprises an isocyanate free thermoplastic polyurethane resin, an 
organic solvent and a colorant. Preferably, the resin is a solution grade polyurethane 
thermoplastic resin. More preferably, the polyurethane resin is Estane® 5700 series 
available from B.F. Goodrich. Preferably, the isocyanate free thermoplastic polyurethane 
resin is present in the ink composition from about 0.1 to about 75 weight percent of the ink. 
More preferably, the isocyanate free thermoplastic polyurethane resin is present in the ink 
composition from about 1.0 to about 35 weight percent of the ink. 

Preferably, the weight average molecular weight of the resin is from about 

1000 to about 100,000. 

Preferably, the thermoplastic polyurethane resin and organic solvent form a 
homogeneous solution and the colorant is soluble in the homogeneous solution or dispersed 
in the solution. - 

The colorant may be used alone or in the form of a mixture of two or more 
colorants. Preferably, the colorant is present in the ink composition in amounts from about 
0.1 to about 60 weight percent of the ink composition. The colorant can be a dye or a 
pigment. Preferably, the pigment is selected from the group consisting of organic pigments, 
inorganic pigments, metallic pigments, phosphorescent pigments, fluorescent pigments, 
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photochrome pigments, thermochromic pigments, iridescent pigments, pearlescent 
pigments and liquid crystal pigments. 

The viscosity of the ink compositions of the present invention is that usable 
for a writing instrument. Preferably the viscosity of the ink composition of the present 
5 invention is less than 500,000 cPs at 20 °C. More preferably the viscosity of the ink 

composition of the present invention is from about 1000 to about 50,000 cPs at 20 °C. Most 
preferably, the viscosity is from about 2000 to about 30,000 cPs at 20 °C. 

The organic solvent may be used alone or in the form of a mixture between 
two or more organic solvents. Examples of solvents include, but are not limited to, 
10 alcohols, polyols, polyol ethers, ketones, esters, pyrrolidones, lactones, hydrocarbons or 

mixtures thereof. Preferably, the organic solvent(s) is present in an amount from about 1 to 
about 90 weight percent of the ink composition. Most preferably, the organic solvent(s) is 
present in an amount from about 10 to about 65 weight percent of the ink composition. 

In another embodiment of the invention, a non-erasable ink composition 
15 comprises an isocyanate free thermoplastic polyurethane resin, organic solvent, a solvent 
soluble non-aqueous colorant and a second resin. The second resin may be used alone or in 
the form of a mixture of two or more resins. Preferably, the second resin is present in an 
amount from about 0.1 to about 50 weight percent of the ink composition. More preferably, 
the second resin is present in an amount from about 0.1 to about 20 weight percent of the 
20 ink composition. 

Preferably, the second resin is selected from the group consisting of 
polyesters, polystyrene, styrene copolymers, acrylonitrile butadiene copolymers, 
polyisobutylene, polyvinyl chloride, polyvinylidene chloride, polyvinyl acetals, polyvinyl 
butyrals, polyacrylonitrile, polyacrylates, polymethacryiates, polymethylmethacrylates, 
25 polybutadiene, ethylene vinyl acetate, polyamides, polyimides, polysulfones, polyphenylene 
sulfide, polyvinyl esters, melamines, vinyl esters, epoxies, polycarbonates, polyether 
sulfones, polyacetals, phenolics, polyester carbonate, polyethers, polyethylene terephthalate, 
polytrimethylene terephthalaterpolybutylene terephthalate, polyarylates, polyarylene 
sulfides, polyketones, polyethylene, high density polyethylene, polypropylene, rosin esters, 
30 hydrocarbon resins, copolymers, grafts, blends, and mixtures thereof. 

In another embodiment of the invention, a non-erasable ink composition 
comprises an isocyanate free thermoplastic polyurethane resin, an organic solvent, a 
colorant and an antioxidant. Preferably, the antioxidant is present in an amount from about 
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0.05 to about 30 weight percent of the ink composition. More preferably, the antioxidant is 
present in an amount from about 0.1 to about 10 weight percent of the ink composition. 
Preferably, the antioxidant is selected from the group consisting of tocopherals, butylated 
hydroxy toluene, eugenol and hydroquinone. More preferably, the antioxidant is butylated 
5 hydroxy toluene. 

In another embodiment of the invention, a non-erasable ink composition 
comprises an isocyanate free thermoplastic polyurethane resin, an organic solvent, a 
colorant and a plasticizer. The plasticizer may be used alone or in the form of a mixture of 
two or more plasticizers. Preferably, the plasticizer is acetyl-n-butyl citrate. Preferably, the 
10 plasticizer is present in an amount from about 0.1 to about 40 weight percent of the ink 

composition, more preferably, from about 1 to about 20 weight percent and most preferably, 
from about 2 to about 15 weight percent. 

In another embodiment of the present invention, a non-erasable ink 
composition comprises an isocyanate free thermoplastic polyurethane resin, an organic 
15 solvent, a colorant and a corrosion inhibitor. The corrosion inhibitor may be used alone or 
in the form of a mixture of two or more corrosion inhibitors. Preferably, the corrosion 
inhibitor is present in an amount from about 0.01 to about 10.0 weight percent of the ink 
composition. More preferably, the corrosion inhibitor is present in an amount from about 
0.05 to about 2.0 weight percent of the ink composition. Preferably, the corrosion inhibitor 
20 is chosen from the class of corrosion inhibitors called triazole derivatives (such as Irgamet 
30 and 39 from Ciba Geigy in Basel, Switzerland or Cobratec 99 or 91 IS from PMC in 
Cincinnati, OH) or from a class of corrosion inhibitors called dialkyl naphthalene sulfonate 
salts (such as NA-SUL BSN from King Industries inNorwalk, CT). 

Ink compositions of the present invention may further comprise surfactants, 
25 lubricants, chelating agents, chemical dispersing agents, solely or mixtures thereof. The 
lubricant may be used alone or in the form of a mixture of two or more lubricants. 
Preferably, the lubricant is selected from the group consisting of alcohol esters, amides, 
polybl esters, fatty acids, fatty alcohols, silicones, liquid polyolefins and fatty acid metaK 
salts. Most preferably, the lubricant is sorbitan sesquioleate. Preferably, the lubricant is 
30 present in an amount from about 0. 1 to about 30 weight percent of the ink composition. 
More preferably, the lubricant is present in an amount from about 1 to about 15 weight 
percent of the ink composition. The chemical dispersant may be used alone or in the form of 
a mixture of two or more chemical dispersants. Preferably, the chemical dispersant is an 
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oleophilic chemical dispersant, an acid function co-polymer chemical dispersant or soya 
lecithin. The total amount of such additional components is typically from about 0.1 weight 
percent to about 30 weight percent and, preferably, from about 0.1 weight percent to about 
10 weight percent. 

5 Many colors and blends are envisioned in the present invention. Inks of the 

present invention are well functioning writing inks and exhibit a smooth writing 
performance. 

DESCRIPTION OF PREFERRED EMBODIMENTS 
10 As used herein, the term "homogeneous solution" means free of particles of 

undissolved material (e.g., polymer). 

As used herein, the term "thermoplastic polyurethane" is a thermoplastic 
polymer produced by the reaction of a polyisocyanate and a hydroxyl-containing material. 
A generic structure of a thermoplastic polyurethane is shown below: 

o o 

ii ii 

— R! O C NH R NH C O- 



15 



J n 



Where R and R' are alkyl groups and n is an integer. 



As used herein, the term " isocyanate free polyurethane" is a polyurethane 

polymer which dees not have any free isocyanate groups for further crossbranching and 
20 crosslinklng. 

As use herein, the term "well functioning writing ink" means an ink which 
writes easily without "gooping" or <c blobbing" and doesn't seep from the pen point. 

As used herein, the term "writing performance" is known by one skilled in 
art to mean, for example, a reduction is amount of skipping, gooping, blobbing, blotting, 
25 bleeding and globbing as the ink is dispensed from the writing instrument and on to paper. 
Pens exhibiting improved writing deliver a uniform layer of ink at usual writing speeds and 
produce a uniform script. Measurements of writing performance have been described, for 
example, in U.S. Patent Nos. 6,099,629, 6,142,452 and 6,048,914. 
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As used herein, the term "antioxidant" is an additive for inks to prevent the 
discoloration and changes in the viscosity of the ink with the passage of time. Examples of 
antioxidants are dihydroxybenzene derivatives, hydroxybenzenes, such as butylated 
hydroxy toluene, and hydroquinone. 
5 As used herein, the term "iridescent" refers to the result of the interference of 

light rays from the surface of a transparent, thin layer. 

As used herein, the term "phosphorescent pigment" refers to pigments that 
glow in the dark. Specifically, phosphorescent pigments store energy during exposure to 
illumination, such as daylight or UV radiation, and release the radiation as visible light 
10 when the illumination is cut off. 

As used herein, the term "fluorescent pigment" refers to pigments which 
upon exposure to light emit light energy of longer wavelengths in the visible spectrum a 
very short time after exposure to light. Light emitted from fluorescent pigments adds to the 
reflected light to give a brilliant color. 
15 As used herein, the term "about," as used in connection with one or more 

numbers or numerical ranges, should be understood to refer to all such numbers, including 
all numbers in a range. 

Examples of thermoplastic polyurethane resins used in present invention are 
the ESTANE® series from the B.F. Goodrich Company, the PELLETHANE® series from 
20 Dow Chemical, ELASTOLLAN® from BASF; DESMOPAN® and TEXTNT® from Bayer; 
and Q-THANE® from Morton International. Preferably, the thermoplastic resin is a 
solution grade thermoplastic polyurethane resin. Preferably, the thermoplastic polyurethane 
resin is an Estane® thermoplastic polyurethane available from B.F, Goodrich. 

The colorant may be used alone or in the form of a mixture of two or more 
25 solvent soluble non-aqueous colorants. The colorant can be either a dye or a pigment. 
Preferably, the colorant is present in the ink composition in amounts from about 0.1 to 
about 60 weight percent of the ink composition. 

Examples of dyes that may be used in the present invention include Giemsa 
(May-Greenwald's) stain or Sudan Black, commercially available from Fisher, Inc. or 
30 Eastman Kodak, Rochester N.Y.; Sudan I, and nigrosine commercially available from 
Aldrich Chemical; Sudan II commercially available from Aldrich Chemical; and other 
classes of dyes such as Yellow Dyes commercially available from Pylam, Inc. (Garden 
City, N J.); Neozapan Red GE available from BASF Chemical Company; Oil Blue A dyes 
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commercially available fiom B.I. DuPont; Methyl Violet 1 B commercially available from 
Aldrich Chemical; Sudan Red BB commercially available from BASF Chemical Company; 
Sudan Orange G; Oil Red O; para-phenylazophenol; Rose Bengal, and 4',5'- 
dibromofluoroscein, all commercially available from Aldrich Chemical; Sudan Red 7B; 
5 Sudan Black B; Sudan Yellow 146; Neozapan Blue; Oracet Yellow GN, available from 

Ciba-Geigy; BASF Sudan Yellow 150; BASF Sudan Red 7B; Oil Yellow; Bayer Ceres Red 
3R; Orient Chemical Md., Ltd.; Oil Pink 312; Pylam Pylakrome Pink LX 1900; Bayer 
Ceres Blue R; BASF Neozapan 807; BASF Sudan Deep Black; and Bayer Ceres Black BN, 
Preferably, the dyes used are Solvent Black 46 , Solvent Blue 36 , Solvent 
10 Blue 51 , Solvent Blue 37, Solvent Red 39, Solvent Red 33, and Solvent Yellow 47. 

Preferably, the pigment is selected from the group consisting of organic 
pigments, inorganic pigments, metallic pigments, phosphorescent pigments, fluorescent 
pigments, photochromic pigments, thermochromic pigments, iridescent pigments, 
pearlescent pigments and liquid crystal pigments. The amount of pigment depends upon the 
15 desired color. Pastel colors are achieved with the addition of titanium dioxide white or a 
similar white pigment to a colored pigment. 

Organic pigments suitable for the present invention include, but are not 
limited to, (1) azo pigments, such as para reds, pigment red 6, toluidine reds, naphthol reds, 
a naphthol maroon precipitated azo, pyrazolone reds, dinitroaniline orange, pyrazolone 
20 orange, hansa yellows and diarylide (supplied by BASF in Charlotte, NC, Ciba Specialty 
Pigments in Newport, DE and Sun Chemical Company in Cincinnati, OH); (2) precipitated 
azo or metallized azo pigments, such as lithol reds, lithol rubine B (BON pigment), 
permanent red 2B (BON pigment), lithol red 2G (BON pigment), yellow BON maroon, 
Lake Bordeaux and nickel azo yellow (supplied by BASF in Charlotte, NC, Ciba Specialty 
25 Pigments in Newport, DE and Sun Chemical Company in Cincinnati, OH); (3) 

• condensation azo pigments, such as Cromophtal (Ciba-Geigy); (4) basic dye pigments, such 
as ketonimes, thiazines, xanthenes and triarylmethanes; (5) phthalocyanine pigments 
(supplied by BASF in Charlotte, NC, Ciba Specialty Figments in Newport, DE and Sun. 
Chemical Company in Cincinnati, OH); (6) quinacridone pigments, such as 2,9-dimethyl 
30 quinacridone, quinacridonequinone, and 4,1 1-dichloroquinacridone (supplied by Ciba 
. Specialty Pigments in Newport, DE and Sun Chemical Company in Cincinnati, OH); (7) 
thio-indigo pigments, such as 4,4'-dicMoro-7,7*-dimethylmioindigo, 4,4\7,7'-tetra 
chlorothioindigo, 5,5'-dicMoro-7,7'-dimethyluuomaigo (supplied by BASF in Charlotte, 
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NC, Ciba Specialty Pigments in Newport, DE and Sun Chemical Company in Cincinnati, 
OH); (8) perinones or diimides of naphthalene, such as perinone orange (supplied by BASF 
in Charlotte, NC, Ciba Specialty Pigments in Newport, DE and Sun Chemical Company in 
Cincinnati, OH); (9) perylenes, such as perylene maroon and perylene bordeaux and (10) 
anthraquinones, such as indanthrone blue, isodibenzanthrone violet and anthra pyrimidine 
yellow (supplied by BASF in Charlotte, NC, Ciba Specialty Pigments in Newport, DE and 
Sun Chemical Company in Cincinnati, OH). 

Inorganic pigments suitable for the present invention include, but are not 
limited to, (1) iron oxide pigments (made by Bayer Corporation in Pittsburgh, PA and 
Cleveland Pigment and Color in Cleveland, OH) such as Persion Gulf red oxide, Spanish 
oxide siennas, burnt siennas, ochers, Turkey umber, burnt umber, calcination of limonite 
and siderite and magnetite; (2) chromium oxide pigments (made by Ceramic Color and 
Chemical Mfg. Corp. in New Brighton, PA and Ferro Corp in Cleveland, OH); (3) chromate 
pigments (made by Cleveland Pigment and Color in Cleveland, OH and Johnson Matthey in 
Dowington, PA), such as primrose chrome yellow, light (lemon) chrome yellow, medium 
yellow, chrome orange (light and dark) and molybdate orange; (4) titanium dioxide (made 
by Kemira Pigments in Savannah, GA and Ishihara Corp. USA in San Francisco, CA) and 
mixed-phase titanium dioxide pigments (made by Ceramic Color and Chemical Mfg. Corp. 
in New Brighton, PA and Ferro Corp in Cleveland, OH), i.e. mixtures obtained by 
incorporating foreign ions into a lattice of titanium dioxide; (5) cadmium pigments, 
obtained, for example, by co-precipitating barium sulphate with concentrated pigments; (6) 
ultramarine pigments (made by Ferro Corporation in Cleveland, OH and Cleveland Pigment 
and Color in Cleveland, OH), which are sodium aluminum sulfo-silicates having the general 
formula, Nas Al6Sie024S(2-4) and (7) iron blue pigments (made by Johnson Matthey in 
Dowington, PA and Degussa-Huls in Belpre, OH), which consist of alkaline iron salts of 
iron-cyanogen hydrogen acid which contains divalent as well as trivalent iron, such as 
Milori, Chinese, Prussian and toning blues. 

Metallic pigments are typically prepared from metallic elements and their . . 
alloys, e.g., aluminum, copper, bronze and zinc. Metallic pigments suitable for the present 
invention include, but are not limited to, (1) aluminum flake pigments, leafing or 
nonleafing, (made by Silberline in Tamaqua, PA, and MD-Both Industries in West Chicago, 
DL); (2) bronze pigments (made by U.S. Bronze Powders In Flemington, NJ) and (3) zinc 
dust (made by Meadowbrook Comp&ny, New York, NY and R.E. Carroll, Inc. in Trenton, 
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NJ). Leafing aluminum flakes axe typically produced by using stearic acid as the milling 
lubricant in the manufacture of the leafing aluminum flake pigments. For non-leafing 
aluminum flakes, a long-chain, unsaturated fatty acid, such as oleic acid, is used. The 
leafing and non-leafing properties of the aluminum flake pigments have been shown to be 
due to the differences in the interfacial tension between the vehicle and the monomolecular 
layer of fatty acid, coated on the aluminum flake. Preferably, the thickness of the aluminum 
flake pigments ranges in size from about 0.1 to about 2 micron. Preferably, the diameter of 
the aluminum flake pigments ranges in size from about from about 0.1 to 20 micron. 

Carbon black pigments (made by Cabot Corporation in Billerica, MA, and 
Degussa-Huls in Belpre, OH) are composed of nearly pure carbon of colloidal dimensions. 
Different grades of carbon blacks vary with respect to average particle sizes. Particle size 
of the carbon black ranges from about lnm to about 500 nm. For example, high-color 
channel carbon black has a particle diameter range of 100-140 A, medium-color channel 
carbon black has a particle diameter range of 160-270 A, medium-color furnace carbon 
black has a particle diameter range of 170-270 A, two-color furnace carbon black has a 
particle diameter range of 290-700 A and thermal black has a particle diameter range of 
2250-3000 A. The carbon black may be manufactured using a furnace process, 
impingement (channel or roller), thermal, lampblack and acetylene thermal cracking. 
Carbon black pigments suitable for the present invention include, but are not limited to, 
high-color channel carbon black, medium-color channel carbon black, medium-color 
furnace carbon black, two-color furnace carbon black, thermal blacks, graphite, bone 
blacks, vegetable blacks, and mineral blacks. 

Pearlescent pigments suitable for the present invention include, but are not 
limited to, Iriodin® (EM Industries, Hawthorne, NY) Silverwhite pigments (100 series) 
which consist of mica surrounded by a relatively thin titanium dioxide layer; Iriodin® 
* Interference pigments (200 series); Iriodin® gold lustre pigments (300 series) which consist 
of a mica nucleus covered with a layer of titanium dioxide and an iron oxide layer; Iriodin® 
metallic lustre pigments (500 series) which consist of-a-mica nucleus covered with an iron 
oxide layer and Iriodin® WR pigments (9000 series). 

Phosphorescent pigments are largely composed of zinc sulphide and zinc- 
cadmium sulphide. Phosphorescent pigments are slightly coarser than metallic pigments 
and are either colorless or have pastel shades. Phosphorescent pigments suitable for the 
present invention include, but are not limited to LUMILUX® N-pigments which emit 
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yellow-green light, LUMILUX® Z pigments which emit a bluish light, LUMILUX® R 
pigments, LUMILUX® B pigments, LUMILUX® Q pigments, LUMELUX® CD pigments 
and LUMELUX® R Effect - pigments. LUMILUX® pigments are available from Riedel- 
de Haen (Seelze, GE). 

Examples of fluorescent pigments include but are not limited to the 
commercially available pigments from Radiant Color (of San Francisco, CA) tradenamed 
VISIPRDSFT; from Sun Chemical Company (of Cincinnati, OH) tradenamed SUNBRITE; 
from Day Glo, Inc. (of Cleveland, OH) tradenamed STARFIRE; from Swada, Ltd. (of 
London, England) tradenamed OLX. 

Examples of photochromic pigments suitable for the present invention 
include, but are not limited to, spirooxazine-type compounds, spiropyran-type compounds 
andpyran-type compounds. Examples of spirooxazine-type compounds include 1,3,3- 
trimethylspfro[indoline-2,3 , -(3H)naphtho(2,l-b)(l,4)-oxazine], 5-chloro-l,3,3- 
trimethylspfro[mdolme-2,^ and 1,3,3,5- 

tetramethylspiro[indoline-2^ 1 ^^-trimethyl-Q 1 - 

methoxyspiro[indoline-2,3 , -(3H)naphtho(2, 1 -b)(l ,4)-oxazine], 1 ,3,3,5-tetramethyl-9'- 
methoxyspfro[indoline-2,3K3H)naph(ho(2,l-b)(l,4)-oxazine] arid l,3,3,5,6-pentamethyl-9'- 
methoxyspko[mdolme-2,3H3H)ra 

trimethyl-5 , -methoxyspiro[indoline-2,3 , -(3H)naphtho(2,l-b) (l,4)-oxazine], 6'- 
trifluoromethyl-l,3,3,-ti±ne^ naphtho(2,l-b)(l,4)- 
oxazine] and 4-trifluoromethyl-l,3,3-1rnnethyl-9 , -methoxyspiro [indoline-2,3'- 
(3H)naphtho(2,l-b) (l,4)-oxazine]; l,3,5,6-tetramethyl-3-ethylspiro [indoline-2,3 1 - 
(3H)pyrido(3,2-f)(l,4)-benzooxazine], 1,3,3,5,6-pentamethylspiro [indoline-2,3*- 
(3H)pyrido(3,2-f)(l,4)-benzooxazine] and l-methyl-3,3-diphenylspiro[indoline-2,3 f - 
(3H)pyrido(3,2-f)(l,4-benzooxazine]; l-benzyl-3,3-dimethylspiro[indoline-2,3 f - 
(3H)naphtho(2, l-b)(l,4)-oxazine], l-(4-methoxybenzyl)-3,3-dimethylspfro[indoline-2,3- 
(3H)naphtho (2,l-b)(l,4)-oxazine],l-(3,5-dimethylbenzyl)-3,3-dimethylspiro [indoline-2,3 1 
(3H)naphtho(2,l-b)(l,4)-oxazine], l-(4-ch4orobenzyl)-3,3-dimethylspko[indoline^2,S^ . .. . 
(3H)naphtho(2,l-b)(l,4)-oxazine] and l-(2-fluorobenzyl)-3,3-dimethylspiro [indoline-2,3'- 
(3H)naphtho(2,l -b)(l,4)-oxazine]; 6 , -piperidine-l,3,3-tIimethylspiro[indoline-2,3 , - 
(3H)naphtho(2,l-b)(l,4)-oxazine], e'-indoline-l^^-trimethylspkotindoline^^ 1 - 
(3H)naphtho(2,l-b)(l,4)-oxazine]. Examples of spiropyran-type compounds are l-(2,3,4,5 
pentamethylbenzyl)-3,3-dimethylspiro [indoline-2,3 f -(3H)naphtho(2,l-b)-pyran] and l-(2- 
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methoxy-5-nitrobenzyl)- 3,3-dimethylspiro[indoIine-2,3 , -(3H)naphtho(2, l-b)-pyran]. 
Examples of pyran-type compounds include 2,2-di-p-methoxyphenylnaphtho (2,l-b)pyran, 
2,2-di-p-methoxyphenylphenanthra (2, l-b)pyran, 2,2-diphenylnaphtho (2, 1 -b)pyran and 
2,2-diphenylphenanthra (2,l-b)pyran. 
5 Examples of thermochromic pigments suitable for the present invention 

include, but are not limited to, those disclosed in U.S. Patent No. 4,957,949 to Kamada et 
aL 

Examples of liquid crystal pigments suitable for the present invention 
include, but are not limited to, liquid crystal pigments from the Helicone HC® series made 

10 by Wacker Silicones Corporation in Michigan. 

The organic solvent may be used alone or in the form of a mixture between 
two or more organic solvents. Examples of solvents include, but are not limited to, 
alcohols, polyols, polyol ethers, ketones, pyrrolidones, lactones, hydrocarbons or mixtures 
thereof. Preferably, the polyol ether is ethylene glycol phenyl ether, available from Dow 

15 Chemical (located in Midland, MI). Preferably, the pyrrolidone is N-methyl-2-pyrrolidone 
from ISP (located in Parsippany, New Jersey). 

Preferably, the organic solvent is present in an amount from about 1 to about 
90 weight percent of the ink composition. Most preferably, the organic solvent is present in 
an amount from about 20 to about 65 weight percent of the ink composition. 

20 Resins may be used alone or in the form of a mixture to two or more resins. 

Resins suitable for use as the second resin in the present invention include, but are not 
limited to, thermoplastic, addition and condensation polymers. Illustrative examples 
include, but are not limited to, polyesters, polystyrene, styrene copolymers, acrylonitrile 
butadiene copolymers, polyisobutylene, polyvinyl chloride, polyvinylidene chloride, 

25 polyvinyl acetals, polyvinyl butyrals, polyacrylonitrile, polyacrylates, polymethacrylates, 
polymethylmethacrylates, polybutadiene, ethylene vinyl acetate, polyamides, polyimides, 
polysulfones, polyphenylene sulfide, polyvinyl esters, melamines, vinyl esters, epoxies, 
polycarbonates, polyether sulfones, polyacetals, phenolics,- polyester, carbonate, polyethers,_„ _ 
polyethylene terephthalate, polytrimethylene terephthalate, polybutylene terephthalate, 

30 polyarylates, polyarylene sulfides, polyethylene, high density polyethylene, polypropylene, 
rosin esters, hydrocarbon resins, copolymers, grafts, blends or mixtures thereof. The 
copolymers and blends of these polymers are well known to those skilled in the art, as are 
polymers which may serve as a backbone or a grafted polymer in graft polymers. 

12 



WO 02/100960 PCT/US02/17796 

Antioxidants may be used alone or in the form of a mixture to two or more 
antioxidants. Examples of antioxidants include, but are not limited to, are (1) hindered 
phenols [such as Alvinox 100 made by 3 V Inc. in Charlotte, NC or BNX 1000 made by 
Mayzo Inc in Norcross, GA) or BHT (butylated hydroxy toluene) made by Eastman 
5 Chemical Co. or Vanox SKT made by Vanderbilt Chemical Co in Connecticut], (2) 

alkylidene bis, tris, and polyphenols [such as the Cyanox series (425, 1790, 2246) made by 
CYTEC in Perrysburg, OH], (3) thio bis, tris and polyalkylated phenols [such as Irganox 
1035 made by Ciba Geigy in Basel, Switzerland], (4) amines [such as PTZ phenothiazine 
made by Zeneca Specialties in England or the Naugard series (A, J, Q, S A, 445) made by 
10 Uniroyal Chemical Co in Connecticut], (5) esters [such as the Argus series (DLTDP, 
DSTDP, DMTDP, DTDTDP) from Witco Polymer Additives in Greenwich, CT.], (6) 
organic phosphites and phosphates [such the Albrite series (BTD HP, DBHP, DLHP) made 
by Albright & Wilson located in Richmond, VA], (7) propyl gallate made by Eastman 
Chemical Co in Tennessee, (8) hydroquinone made by Monsanto Chemical Co in St. Louis, 
15 MO, (9) tocopherol, such as vitamin E, (10) L-ascorbic acid and (1 1) eugenol (oil of cloves) 
• or ionol. Preferred antioxidants are Vitamin E sold by A.D.M. (Decatur, IL), BHT sold by 
Eastman Chemical (Kingsport, TN) and eugonol sold by Aldrich Chemical Co. 
(Milwaukee, WI). Most preferred is butylated hydroxy toluene. Preferably, the antioxidant 
is present in the ink composition in amounts from about 0.1 to about 30 weight percent, 
20 most preferably from about 0.1 to about 10 weight percent. 

Corrosion inhibitors may be used alone or in the form of a mixture to two or 
more metal deactivators. Examples of corrosion inhibitors include, but are not limited to 
triazole derivatives (such as Irgamet 30 and 39 from Ciba Geigy in Basel, Switzerland or 
Cobratec 99 or 9 1 1 S form PMC in Cincinnati, OH) or from a class of corrosion inhibitors 
25 called dialkyl naphthalene sulfonate salts (such as NA-SUL BSN from King Industries in 
Norwalk, CT). , N^-diphenyloxamide, N-salicylal-lSP-salicyloylhydrazine, N,N'-bis- 
(salicyloyl)-hydrazine, N4SP-bis-(3,5-di-tert -butyi-4-hydroxyphenylpropionyl)-hydrazine, 
3-salicyloylamino-l ,2,4-triazole, bis-(benzylidene)oxalic acid dihydrazide, tradenames 
Citrosol SOW, SOT, 50E made by Pfizer Chemical Co in New Haven, CT; Cheelox HE-24, 
30 NTA-14 made by GAF Corporation in New Jersey and Chel DM-41, DPTA, Irganox 1024 
made by Ciba Geigy in Basel, Switzerland). 

Dispersing agents may be used alone or in the form of a mixture of two or 
more dispersing agents. Dispersing agents may be either anionic, nonionic or amphoteric. 
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The anionic dispersant usable includes, for instance, sulfonated fatty acid ester such as 
dioctyl sodium sulfosuccinate, higher alcohol sulfate, polyoxyethylene alkyl phenyl ether 
sulfate, alkyl aryl sulfonate or olefin sulfonate. The nonionic dispersant usable in the 
present invention includes, for instance, polyoxyethylene ether compound such as 
5 polyoxyethylene alkyl ether or polyoxyethylene alkyl phenyl ether, polyhydric alcohol fatty 
acid ester or polyhydric alcohol fatty acid ester polyoxyethylene ether. The ink composition 
may contain a dispersing agent in an amount of not more than about 10 weight percent, 
preferably in the range of about 0.1 weight percent to about 5 weight percent, based on the 
ink composition. 

1 o Plasticizers may be used alone or in the form of a mixture to two or more 

plasticizers. Examples of plasticizers for use in this invention include, but are not limited 
to, derivatives of abietic, acetic acid, adipic acid, azelaic acid, benzoic acid, butiene, 
polyphenol, citric acid, epoxy, fumaric acid, glutaric acid, gycerine, glycol, linear dibasic 
acid, petroleum, isobutyric, isophthalte, lactam, maleic acid, myristic acid, nitrile, oleic 
15 acid, palmitic acid, paraffin, pelargonic acid, pentaerythritol, phenoxy, phosphoric acid, 
polyester, ricinoleic acid, sebacic acid, stearic acid, styrene, sucrose, sulfonic acid, tall oil, 
and trimellitate acid Preferably, the plasticizer is Citroflex 4-A (acetyl-n-butyl citrate) sold 
by Morflex in Greensboro, NC. Preferably, the plasticizer is present in the ink composition 
in amounts from about 0.1 to about 40 weight percent, more preferably from about 1 to ( 
20 about 20 weight percent, most preferably from about 2 to about 1 5 weight percent. 

Additional components which can be added to the ink compositions of the 
present invention include fillers, U. V. stabilizers, surfactants, optical brighteners, and heat 
stabilizers. The total amount of such additional components is typically from about 0.1 
weight percent to about 30 weight percent and preferably, from about 1 weight percent to 
25 about 15 weight percent. 
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EXAMPLES 

The ink compositions of the present invention are best described by using the 
following examples; however, the invention is not limited thereto. All components are 
listed as parts by weight (pbw) unless otherwise noted. 

5 

Inks of the present invention 
As shown below, the following formulations are examples of inks according 
to the present invention. 

Example 1 

10 Black Ink Made Using Estane 5727 

Black Dye* 22.00 

DowanolEPh** 31.00 

MPyrof* 32.00 

Lonzest SOC**** 1.20 
15 Estane 5727***** 13.80 

Total 100.00 

* The black dye is Solvent Black 46 available from many suppliers. 
** Dowanpl EPh is ethylene glycol phenyl ether available from Dow Chemical 
20 Company in Midland, MI. 

*** M Pyrol is N-methyl-2-pyrrohdone available from ISP in Parsippany, NJ 
**** Lonzest SOC is sorbitan sesquioleate available from LONZA in Fair Lawn, NJ 
***** Estane 5727 is a polyurethane resin available from BF Goodrich in Cleveland, OH 

25 Example 2 

Black Ink Made Using Estane 5715 With Antioxidant 

Black Dye* 23.15 

DowanolEPh 31.25 

M Pyrol 30.50 

30 Lonzest SOC 1.30 

Estane 5715** 13.80 

BHT*** 0.20 

Total 100.00 
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* . The black dye is Solvent Black 46 available from many suppliers. 

** Estane 5715 is a polyurethane resin available from BF Goodrich in Cleveland, OH 

*** BHT is butylated hydroxy toluene available from Aldrich Chemical Company 

Example 3 

Black Inks Made Using Estane 5715 With Plasticizer 





A 


B 


Black Dye 


22.80 


22.70 


Dowanol EPh 


28.30 


28.20 


MPyrol 


29.00 


29.00 


Lonzest SOC 


1.30 


1.30 


Estane 5715 


13.60 


13.80 


Citroflex A-4* 


5.00 


5.00 


Total 


100.00 


100.00 



* Citroflex A-4 is Acetyl-n-butyl citrate available from Morflex in Greensboro, NC 



Example 4 

0 Blue Ink Made Using Estane 5715 



25 



Blue Dye* 


11.50 


Blue Dye** 


8.60 


Blue Dye** 


7.70 


MPyrol 


47.00 


DPG**** 


10.60 


Lonzest SOC 


1.00 


Estane 5715 


13.60 


Total 


100.00 



30 * The blue dye is Solvent Blue 36 available from many suppliers. 

** The blue dye is Solvent Blue 5 1 available from many suppliers. 

*** The blue dye is Solvent Blue 37 available from many suppliers. 

. **** DPG is dipropylene glycol available from Dow Chemical in Midland, MI 
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Example 5 
Black Ink Made Using Estane 5706 



Black Dye 21.42 

Dowanol EPh* 32.38 

MPyrol 31.60 

LonzestSOC 1.20 

Estane 5706 13.40 

Total 100.00 



*Dowanol EPh is ethylene glycol phenyl ether available from Dow Chemical Company 
**Estane 5706 is a polyurethane resin available from BF Goodrich in Cleveland, OH 

Example 6 
• Black Ink Made Using Estane 5799 



Black Dye 22.30 

Dowanol EPh 31:10 

M Pyrol 28.90 

Lonzest SOC 1.30 

Estane 5799* 16.40 

Total 100.00 



*Estane 5799 is a polyurethane resin available from BF Goodrich in Cleveland, OH 

All patents cited in the foregoing text are expressly incorporated herein by 
reference in their entirety. 

It will be understood that the claims are intended to cover all changes and 
modifications of the preferred embodiments of the invention, herein chosen for the purpose 
of illustration, which do not constitute a departure from the spirit and scope of the 
invention. 
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CLAIMS 

We claim: 

1 . A non-erasable ink composition for a writing instrument comprising an 
isocyanate free thermoplastic polyurethane resin, an organic solvent and a colorant. 

2. The ink composition of claim 1, wherein the thermoplastic polyurethane 
resin and organic solvents form a homogeneous solution and the colorant is soluble in said 
homogeneous solution or dispersed in said solution. 

3. The ink composition of claim 1, wherein the thermoplastic resin is a solution 
grade isocyanate free thermoplastic polyurethane resin. 

4. The ink composition of claim 1 , wherein the isocyanate free thermoplastic 
polyurethane resin has a weight average molecular weight from about 1000 to about 
1,000,000. 

5. The ink composition of claim 1, wherein the isocyanate free thermoplastic 
polyurethane resin is present in the ink composition from about 0.1 to about 75 weight 
percent of the ink. 

6. . The ink composition of claim 5, wherein the isocyanate free thermoplastic 
polyurethane resin is present in the ink composition from about 1.0 to about 35 weight 
percent of the ink. 

7. The ink composition of claim 1, wherein the colorant is present in the ink 
composition in an amount from about 0.1 to about 60 weight percent of the ink 
composition. 

8 . The ink composition of claim 1 , wherein the colorant is a dye. 

9. The ink composition of claim 1, wherein the colorant is a pigment. 

10. The ink composition of claim 9, wherein the pigment is selected ^ojEhe ^ 
group consisting of organic pigments, inorganic pigments, metallic pigments, 
phosphorescent pigments, fluorescent pigments, photochromic pigments, thermochromic 
pigments, iridescent pigments, pearlescent pigments and liquid crystal pigments. 
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1 1 . The ink composition of claim 1, wherein the organic solvent is selected from 
the group consisting of alcohols, polyols, polyol ethers, ketones, esters, pyrrolidones, 
lactones, hydrocarbons and mixtures thereof. 

12. The ink composition of claim 1, wherein the organic solvent is from about 1 
5 to about 90 weight percent of the ink composition. 

13. The ink composition of claim 12, wherein the organic solvent is from about 
10 to about 65 weight percent of the ink composition. 

14. The ink composition of claim 1, wherein the ink has a viscosity is less than 
500,000 cPs at 20 °C. 

10 15. The ink composition of claim 1 4, wherein the viscosity of the ink is from 

about 1000 to about 50000 cPs at 20 °C. 

16. The ink composition of claim 15, wherein the viscosity of the ink is from 
about 2000 to about 30,000 cPs at 20 °C. 

17. The writing instrument of claim 1, wherein the writing instrument is usable 
15 on ink-absorbing surfaces. 

1 8 . The writing instrument of claim 1 , wherein the writing instrument is a 
ballpoint pen. 

19. A non-erasable ink composition for a writing instrument comprising an 
isocyanate free thermoplastic polyurethane resin, an organic solvent, a colorant and a 

20 second resin. 

20. The ink composition of claim 19, wherein the second resin is present in an 
amount from about 0.1 to about 50 weight percent of the ink composition. 

21 . The ink composition of claim 20, wherein the second resin is present in an 
amount from about 0.1 to about 20 weight percent of the ink composition. 

25 22. The ink composition of claim 19, wherein the second resin is selected from 

the group consisting of polyesters, polystyrene, styrene copolymers, acrylonitrile butadiene 
copolymers, polyisobutyiene, polyvinyl chloride, polyvinylidene chloride, polyvinyl 
acetals, polyvinyl butyrals, polyacrylonitrile, polyacrylates, polymethacrylates, 
polymethylmethacrylates, polybutadiene, ethylene vinyl acetate, polyamides, polyimides, 

30 polysulfones, polyphenylene sulfide, polyvinyl esters, melamines, vinyl esters, epoxies, 
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polycarbonates, polyether suifones, polyacetals, polyvinyl butyrais, phenolics, polyester 
carbonate, polyethers, polyethylene terephthalate, polytrimethylene terephthalate, 
polybutylene terephthalate, polyarylates, polyarylene sulfides, polyketones, polyethylene, 
high density polyethylene, polypropylene, rosin esters, hydrocarbon resins, copolymers, 
5 grafts, blends, and mixtures thereof. 

23. A non-erasable ink composition for a writing instrument comprising an 
isocyanate free thermoplastic polyurethane resin, an organic solvent, a colorant and a 
corrosion inhibitor. 

24. The ink composition of claim 23, wherein the corrosion inhibitor is present 
10 in amounts from about 0.01 to about to about 10 weight percent of the ink composition. 

25. The ink composition of claim 24, wherein the corrosion inhibitor is present 
in amounts from about 0.05 to about to about 2 weight percent of the ink composition. 

26. The ink composition of claim 23, wherein the corrosion inhibitor is selected 
from the group consisting of triazole derivatives and dialkyl naphthalene sulfonate salts. 

15 27. A non-erasable ink composition for a writing instrument comprising an 

isocyanate free thermoplastic polyurethane resin, an organic solvent, a colorant and a 
chemical dispersant. 

. 28. The ink composition of claim 27, Wherein the chemical dispersant is an 
oleophilic chemical dispersant, an acid function co-polymer chemical dispersant or soya 

20 lecithin. 

29. A non-erasable ink composition for a writing instrument comprising an 
isocyanate free thermoplastic polyurethane resin, an organic solvent, a colorant and an 
antioxidant. 

30. The ink composition of claim 29, wherein the antioxidant is selected from 
25 the group>.consisting of tocopherals, butylated hydroxy toluene,, eugenol and hydroquinone. 

3 1 . The ink composition of claim 29, wherein the antioxidant is present in an 
amount from about 0.05 to about 30 weight percent of the ink composition. 

32. A non-erasable ink composition for a writing instrument comprising an 
isocyanate free thermoplastic polyurethane resin, an organic solvent, a colorant and a 

30 plasticizer. 

20 



WO 02/100960 PCTAJS02/17796 

33 . The ink composition of claim 32, wherein the plasticizer is present in 
amounts from about 0.1 to about to about 40 weight percent of the ink composition. 

34. The ink composition of claim 33, wherein the plasticizer is present in 
amounts from about 1 to about 20 weight percent of the ink composition. 

5 35. The ink composition of claim 34, wherein the plasticizer is present in 

amounts from about 2 to about 1 5 weight percent. 

36. A non-erasable ink composition for a writing instrument comprising an 
isocyanate free thermoplastic polyuxethane resin, an organic solvent, a colorant and a 
lubricant. 

10 37. The ink composition of claim 36, wherein the lubricant is sorbitan 

sesquioleate. 

38. The ink composition of claim 36, wherein the lubricant is present in an 
amount from about 0.1 to about 30 weight percent of the ink composition. 

39. The ink composition of claim 38, wherein the lubricant is present in an 
15 amount from about 1 to about 15 weight percent of the ink composition. 



21 



INTERNATIONAL SEARCH REPORT 



International application Mo. 
PCT/US02/ 17796 



A CLASSIFICATION OF SUBJECT MATTER 

IPC(7) :C09D 11/16, 11/18; C08L 75/04 

US CL : 523/161; 524-/589, 590 
According to International Patent Classification (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 
VS. : 523/161; 524/589,-590; 106/31.27, 31.28, 31.60 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields 
searched 



Electronic data base consulted during the international search (name of data base and, where practicable, search terms used) 
Please See Extra Sheet. 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



x 



x 

Y 



US 5,886,091 A (HARRIS et al.) 23 March 1999 (23/03/99), col.3, 
lines 3-19 and 40-45, col.4, line 58, col.5, lines 1-62, and col.6, 
lines 10 and 14-15. 



US 5,594,044 A (YANG) 14 January 1997 (14/01/97), col.3, lines 
21 and 26-59, col.3, line 63-col.4, line 20, col.4, lines 49-51 and 
62-63, col.5, lines 44 and 47-53, col.6, lines 5-9, 30-34, and 38-39, 
and col.7, lines 7-11 and 56-59. 



1, 3-12, 17-23, 
29, 32-35 

24-28, 30-31, 36- 
39 

1-8, 11-14, 18-21, 
27-28, 32-35 



23-26, 29-31, 36- 
39 



| x| Further documents are listed in the continuation of Box C. | | See patent family annex. 



"L- 



Special categories of cited documents: 

document defining the general state of the art which it not 
considered to be of particular relevance 

earlier document published on or after the international filing date 

document which may throw doubts on priority daim(s) or which is 
cited to establish the publication date of onother citation or other 
special reason (as specified) 

document referring to an oral disclosure, use, exhibition or other 
means 

document published prior to the international Tiling date but later 
than the priority date claimed 



later document published after the international filing date or priority 
date and not in conflict with the application but cited to understand 
the principle or theory underlying the invention 

document of particular relevance; the claimed invention cannot be 
considered novel or cannot be considered to involve an inventive step 
when the document is taken alone 

document of particular relevance; the claimed invention cannot be 
considered to involve an inventive step when the document is 
combined with one or more other such documents, such combination 
being obvious to a person skilled in the art 

document member of the same patent family 



Date of the actual completion of the international search 



08 AUGUST 2O02 



Date of mailing of the international search report 



0 6 SEP 20DZ 



Name and mailing address of the ISA/ US 
Commissioner of Patents and Trademarks 
Box PCT 

Washington, D.C 20231 
Facsimile No. (703) 305-3230 



Authorized officer 

CALLIE SHOSHO 
Telephone No. (703) 308-O661 




Form PCT/ISA/210 (second sheet) (July 1998)+ 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/US02/ 17796 



C (Continuation). DOCUMENTS CONSIDERED TO BE RELEVANT 


Category* 


Citation of document, with indication, where appropriate, of the relevant passages 


Relevant to claim No. 


X 


US 5,837,042 A (LENT et al.) 17 November 1998 (17/11/98), 
col.6, lines 50-51 and 64-66, col.7, lines 6-8, col.8, lines 32-33 and 
52, col. 10, lines 10-67, col. 11, lines 16-17 and 23-25, col. 13, line 
33, and col. 14, lines 5-7. 


1-14, 17-18 


Y 


US 5,663,217 A (KRUSE) 02 September 1997 (02/09/97), col.6, 
lines 6-15 and 50-52. 


27-28 


Y 


US 5,981,625 A (ZOU et al.) 09 November 1999 (09/ 11/99), 
col. 16, lines 31-36 and 55. 


36-39 


Y 


US 4,686,246 A (GAJRIA) 11 August 1987 (l 1/08/87), col.2, 
lines 35-38, col.3, lines 53-55, col.4, lines 2, 15-17, 54-58, and 61- 
62, col.5, lines 10-15 and 42-55. 


1-3, 5-14, 17-18, 
23-26, 36, 38 


Y 


US 4,146,699 A (COOK) 27 March 1979 (27/03/79), col.2, lines 
14-25. 


1, 19, 23, 27, 29, 
32, 36 


Y 


US 5,980,624 A (ICHIKAWA) 09 November 1999 (09/ 11/99), 
col.l, lines 64-67, col.2, lines 11-19, col.4, lines 8-13 and 54, and 
col.5, lines 18-40. 


19-22 and 37-39 


Y 


US 4,077,807 A (KRAMER et al.) 07 March 1978 (07/03/78), 
col.5, line 6S-col.4, line 7, col.5, lines 3-8, col.7, lines 42-62, col.8, 
lines 63-64, and col. 16, lines 11-13. 


29-31 


Y 


U.S. 4,471,079 A (EN AMI) 11 September 1984 (ll/09/84), col.8, 
lines 39-53 and col.25, line 67. 


32-35 


Y 


US 4,793,264 A (LIN et al.) 27 December 1988 (27/12/88), col.4, 
lines 40-57. 


SO-51 


Y 


EP 1,026,209 Al (SAKURA COLOR PRODUCTS CORP) 09 
August 2000 (O9/O8/00), page 4, lines 32-37, page 5, lines 4-6 
and 24-28, page 6, lines 1-3 and 38-41, page 6, line 48-page 7, line 
24, page 7, lines 29-31, and page 10, lines 16-17 and 24-25. 


1, 3, 5-10, 14-23, 
26-28, and 36 


E, Y 


US 6,425,948 Bl (NOWAK et al.) 30 July 2002 (30/07/02), col.2, 
lines 54-65, col.3, lines 3-25 and 45, col.3, line 62-col.4, line 4, and 
col.4, lines 4-15 and 20-21. 


1, 3, 5-7, 9-18, 
27, 29-36, and 
38-39 


A 


US 4,532,276 A (KNABLE et al.) SO June 1986 (30/06/85) 





Form PCT/ISAysiO (continuation of second sheet) (July 1998)*- 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/US02/ 17796 



B. FIELDS SEARCHED 

Electronic data bases consulted (Name of data base and where practicable terms used): 
EAST 

search terms: ink, polyurethane, isocyanate free, colorant, dye, pigment, solvent, corrosion inhibitor, dispersant, 
antioxidant, plasticizer, lubricant, hydroquinone, butyl ated hydroxy toluene, tocopheral, benzotriazole, soya lecithin, 
sorbitan sesquioleate, ballpoint pen, writing instrument 



Form PCT/ISA/210 (extra sheet) (July 1998)* 



